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ABSTRACTED -PUB -NO: DE 3831271A 
BASIC-ABSTRACT: 

The carrier web material for roof linings, to block loose 
snow or dust etc. is 

a spun filament felting of polyester, and pref . 
polyethylene terephthalate, in 

a material weight of 50-100 g/m2 with filaments of 1-8 
dtex. The filaments are 

initially bonded thermo-mechanically by a polishing 
calender, and finished with 
a bonder . 

The pref. material weight is 70-90 g/m2 with filaments of 
2-5 dtex. An 

acrylate bonding agent is pref. applied at a rate of 5-25 



wt.%, or 10-15 wt.%. 

The roof lining material is impregnated with bitumen, or 
clad with bitumen 
pref. on both sides. 

ADVANTAGE - The material has a high tensile strength, 
particularly resistant to 

shearing, which retains its shape even at high working 
temps . . 

ABSTRACTED- PUB -NO: EP 359165B 
EQUIVALENT-ABSTRACTS : 

A support web for roof foundation webs which comprises a 
spunbonded web of 

polyester, in particular polyethylene terephthalate 
filaments, wherein the 

spunbonded web has a basis weight of 50 to 100 g/m2 and a 
filament denier of 1 

to 8 dtex and has been thermomechanically preconsolidated 
by means of a smooth 

calender and end- consolidated by means of a binder. 
US 4987027A 

Support web comprises a spunbonded web of polyester, 
partic. polyethylene 

terephthalate filaments. The web has a basic wt . of 50-100 
g/m2 and a filament 

denier of 1-8 d/tex. It has been thermomechanically 
preconsolidated by a 

smooth calender and end- consolidated by a binder. Support 
web can be 

impregnated with bitumen at 60-180 deg.C, by soaking or 
coating. Suitable 

binder is an acrylate binder. USE/ADVANTAGE - Web can be 
used as a roof 

foundation web under tiles or slates of a pitched roof. 
The web is water 

impermeable and vapour permeable and has good dimensional 
stability at high 

processing temps., and high tear propagation resistance. 
(3pp) 
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